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Abstract 

Rectangular 17-4 PH stainless steel sandwiched foam panels were fabricated using a commercial 
manufacturing technique by brazing two sheets to a foam core. Microstructural observations and 
ultrasonic nondestructive evaluation of the panels revealed large variations in the quality of the brazed 
areas from one panel to the next as well as within the same panel. Shear tests conducted on specimens 
machined from the panels exhibited failures either in the brazed region or in the foam core for the poorly 
brazed and well-brazed samples, respectively. Compression tests were conducted on the foam cores to 
evaluate their elastic and plastic deformation behavior. These data were compared with published data on 
polymeric and metallic foams, and with theoretical deformation models proposed for open cell foams. 

1. Introduction 

The quest for inexpensive, low density and high performance materials in the design of aircraft 
engine fan and rotorcraft propeller blades poses immense challenges to materials and structural design 
engineers. Traditionally, these components have been fabricated with lightweight titanium alloys, and 
polymeric composite materials (refs. 1 and 2). For example, fan blades in General Electric Aircraft 
Engines (GEAE) current GE 90 series engines consist of carbon reinforced epoxy composites reinforced 
by titanium across their leading edges for improved resistance to impact and foreign object damage 
(FOD) and on their tip caps for improved wear resistance (refs. 2 and 3). These fan blades weigh between 
13 and 23 kg with each engine requiring 22 fan blades (ref. 3). 
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Despite their proven history, current fan blade materials and designs suffer from high design and 
manufacturing costs, which add to the overall cost of the aircraft and rotorcraft vehicles. Recent advances 
in cellular theory and manufacturing techniques have created a renewed interest in the application of 
metallic foams in the fabrication of engineering components (refs. 4 to 10). Foams, which fall under the 
general category of cellular materials, provide several advantages to the designer due to their diverse 
multifunctional characteristics and uses (ref. 8). For example, honeycomb I-beam structures (ref. 11) and 
lightweight sound-absorbing honeycomb launch vehicle structures (ref. 12) have been proposed in the 
past. Similarly, Boeing Corporation has considered the use of aluminum sandwiched foam cores for 
helicopter tail booms (ref. 8). In particular, metallic foams possess low density, energy absoiption and 
vibration dampening properties, and an ability to be fabricated with curvatures into three-dimensional 
structures. These characteristics make them especially attractive for designing fan blades out of cheap and 
common materials, such as high strength and high toughness precipitation-hardened (PH) stainless steels. 
Unlike honeycomb structures, which are anisotropic in nature, components with a foam core are likely to 
exhibit isotropic properties. 

The present research was conceived under NASA’s ULTRASAFE Project to demonstrate the 
feasibility of designing and fabricating fan and propeller blades using a combination of well known high 
strength, high toughness aerospace grade stainless steel, such as 17-4 PH, and commercially available 
foam processing technology. The proposed blade architecture is a lightweight sandwich construction 
made up of thin contoured solid face sheets either brazed or solid-state diffusion bonded to a space-filling 
metallic foam core (fig. 1). The embedding of a foam core between two face sheets considerably increases 
the stiffness of the sandwich blade. Details of preliminary design analyses suggest that the concept is not 
only feasible but also provides definite weight and stiffness advantages over solid Ti-6%A1-4%V fan 
blades (ref. 13). 



Figure 1 . — Schematic of a sandwiched foam fan 
blade showing the foam core enclosed by the 
face sheet skin. 
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The use of aerospace grade precipitation hardened stainless steel 17-4 PH for fabricating fan and 
propeller blades is advantageous from several points of view. First, it is commonly utilized in the 
fabrication of many aircraft components (e.g., landing gear) due to its attractive combination of high 
tensile and impact strengths and fracture toughness. Second, it is corrosion resistant to ambient and 
marine environments. Third, the relative ease with which metallic foam cores can be fabricated from 
17-4 PH powder using current manufacturing techniques makes it amenable to scale-up and mass 
production (ref. 14). Fourth, steel sheets are significantly cheaper than those of titanium sheets by at least 
a factor of 13 and as much as a factor of 167. Clearly, the economic advantages of replacing the titanium 
blades with less expensive stainless steel blades are very compelling and immensely beneficial in 
reducing the cost of aircraft engines and rotorcraft blades. 

The success of implementing the 17-4PH stainless steel foam fan and propeller blade design is largely 
dependent on optimizing the manufacturing technology to fabricate panels with acceptable and 
reproducible microstructures and mechanical properties. The objectives of this paper are to report on the 
mechanical properties of a first batch of 17-4PH stainless steel foam panels produced by PORVAIR Inc., 
Hendersonville, North Carolina. 


2. Experimental Materials, Fabrication Methods and Test Procedures 

2.1 Sandwich Foam Panel Fabrication 

Ten rectangular 17-4PH stainless steel sandwiched foam panels were fabricated by PORVAIR Inc., 
Hendersonville, North Carolina. The fabrication of these initial batches of panels involved several steps. 
First, 17-4PH foam cores with nominal relative densities, p c /p s of 6% (3 pores/mm), 1 8% (1 pore/mm), 
10% (1 pore/mm) and 13% (1 pore/mm), where p c and p, are the densities of the foam core and solid 
material, respectively, were produced using a proprietary powder metallurgy process (ref. 14). Second, 
two wrought 17-4PH face sheets 1.6 mm thick were brazed on to the foam core using either BNi-6, BAg- 
13a or BAg-19 brazing alloys to produce sandwiched foam panels of dimensions approximately 254 by 
152 by 13.4 mm with a 10.2 mm thick foam core. Specimens foam cores with p f /p s of 6% were fabricated 
using BNi-6 as the brazing alloy, whereas those with p c /p s of 8, 10 and 13% were brazed with either BAg- 
13 or BAg-19 brazing alloys. Third, the sandwich foam panels were heat treated according to SAE 
specifications AMS 5355F (ref. 16). The panels were first solution annealed at 1310 K for 1 h followed 
by an aging treatment at 825 K for 1.5 h under argon. 

2.2 Nondestructive Evaluation of Sandwiched Foam 

The foam panels were nondestructive^ evaluated by ultrasonic c-scan imaging and spectroscopy 
techniques to identify defects primarily in the brazed joint between the face sheet and the foam core 
(ref. 17). Ultrasonic spectroscopy has been demonstrated to be effective in detecting delamination and 
degradation of composite materials as well as flaws, cracks and corrosion in multiple layered structures 
(refs. 18 to 20). An integrated approach combining observations made by both these nondestructive 
evaluation (NDE) techniques was utilized to evaluate the panels. Owing to the fact that the brazed region 
and the foam core attenuated the sound waves extremely well, the measurements were first conducted by 
placing the transducers, first on one face and then on the opposite face, referred to as “front” and the 
“back”, respectively, in this paper. Details of the experimental procedures are described elsewhere (ref. 13 
and 1 7), and only a brief description is provided here. 

The ultrasonic c-scan images were acquired with a single 10 MHz transducer in a pulse-echo mode of 
transmission with the panel immersed in a tank of water. The images produced represent a map of the 
peak amplitude in a gated region of an ultrasonic waveform after it has traversed the material. These 


'The relative densities and pore/mm values reported here correspond to the data supplied by the manufacturer. The 
pore/mm value corresponds to the polyurethane foam starting material. 
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images were used to distinguish the well-bonded regions from the poorly brazed areas of sandwich foam 
panels, which were then corroborated with ultrasonic spectroscopy before and after machining the shear 
test specimens. 

The ultrasonic spectroscopic measurements were conducted using two transducers coupled to the 
same face of the panel with a gel couplant. A commercially available system equipped with a digital 
processing oscilloscope, amplifier, digital- to- analog converter, and computer software was employed for 
processing the input and output signals (ref. 18). The software was programmed to generate a continuous 
swept- frequency acoustic wave and acquire the corresponding response of the test specimen. 
Measurements were conducted on the sandwiched foam panels before and after they were sectioned into 
shear test specimens. A digital input waveform generated by an ultrasonic pulsating source was 
transmitted to the face sheet by an ultrasonic transducer. The ultrasonic time domain response of the 
reflected wave was received by a second transducer. The spectra from the front and back faces of the 
panel were compared in a single plot to determine the quality of the brazed joints at these locations. Two 
5 MHz medium damped direct contact transducers were coupled to the surface of each panel in these 
measurements and the frequency range of each swept sine waveform was between 1 and 5 MHz in order 
to excite the fundamental ultrasonic resonance of the face sheet based on the known thickness and 
ultrasonic velocity of the material. In this particular study, the fundamental resonant frequency is 
produced when the face sheet is poorly bonded to the metallic foam core. 

2.3 Microscopy and Mechanical Test Procedures 

Microstructural observations on sections of the sandwiched foam panels were conducted using optical 
and scanning electron microscopy (SEM). Additional information on the quality of the foams as well as 
the brazed joints was obtained by back scattered electron (BSE) imaging techniques and energy dispersive 
spectroscopy (EDS). 

Specimens were machined from sandwiched foam core panels as well as from the stainless steel 
foams for mechanical property determination. Compressive tests were conducted on the 17-4PH foam 
cores in a servohydraulic machine at a crosshead displacement rate of 0.043 mm s” 1 , where the foam was 
crushed between a set of platens. The dimensions of the 17-4PH sandwiched foam compression 
specimens in these tests were 25.4 by 25.4 by 9.9 mm. The relative displacement of the upper and lower 
platens was precisely measured by a contact extensometer, while the load was measured using a load cell. 
The load and displacement data were converted to engineering stress and engineering strain values, 
respectively. 

Shear tests were conducted in a double-pinned clevis following a procedure similar to that 
recommended in ASTM C273 at a cross-head speed of 0.043 mm s" 1 to test the integrity of the brazed 
joints (fig. 2(a)). The dimensions of these test specimens were 152.4 by 25.4 by 13.4 mm (fig. 2(b)). The 
thickness of the foam core was 10.2 mm. As mentioned earlier, these specimens were machined from 
regions of the sandwiched foam panels containing both good and poor brazed joints, which were 
examined by ultrasonic spectroscopy before and after testing. The original specimen designs had two 
notches machined through one face sheet and through the core thickness as shown in fig. 2(b) to allow 
shear stresses to develop at the brazed joints. It was observed that this specimen design frequently 
resulted in failure of the brazed joint. Thus, the specimen design was modified by machining a 
circumferential notch 25.4 mm long, 6.35 mm wide and 1.6 mm high at the mid section of the foam core 
(fig. 2(c)). This modified design ensured that the specimen would always fail in the foam core rather than 
at the brazed joints, thereby enabling the shear strength of the foam to be reliably measured. 
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Figure 2. — (a) Photograph of a shear specimen on the test frame prior to testing, (b) Typical dimensions 
of (b) unnotched and (c) circumferentially notched shear test specimens sectioned from the sandwiched 
foam panel. All dimensions in mm. 
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3. Results and Discussion 

3.1 Microstructural Observations of the As-Received Foam Panels 

Figure 3(a) shows a macrograph of the cross-section of a 17-4 PF1 sandwiched panel while figure 3(b) 
and (c) show the scanning electron micrographs of a section of the brazed interface. These observations 
revealed that the foam cores consisted of a mixture of closed and open cells with a qualitative 
predominance of the latter. Microstructural observations of the brazed regions of the 17-4 PF1 (fig. 3(b)) 
revealed that the quality of the brazing was non-uniform. Although some regions showed that the brazing 
alloy had penetrated the foam to provide a reasonable bond with the face sheet, there were many regions 
where there was little or no penetration of the brazing alloy leading to a poor or nonexistent bonding with 
the face sheet (fig. 3(c)). Clearly, this lack of uniform brazing throughout the entire cross-section of the 
sandwiched foam panels is of major concern. 

Cracks were observed in the BSE images of the polished cross-sections of the sandwiched panel 
containing sizeable brazed regions several hundred microns in length (fig. 4(a) and (b)). As depicted in 
figure 4(a), these cracks generally originated at points close to the face sheet but within the brazed region 
and propagated towards the unbrazed foam core. Low magnification electron dispersive spectroscopic 
observations of the brazed region and the foam ligaments showed no evidence of phosphorous diffusion 
from the brazing alloy to the stainless steel (fig. 5(a) to (c)). Flowever, high magnification observations of 
the braze-foam interface regions revealed dark and light areas in the BSE images (fig. 6(a) and (b)), 
where the light areas contained lower amounts of Cr and P (fig. 6(c)) than the dark regions (fig. 6(d)). 
Optical micrographs of polished cross-sections of the foam cores showed extensive ligament failure and 
small shrinkage porosity within many of the individual ligaments. 

3.2 Ultrasonic Observations of the As-Received Sandwich Foam Panels 

Ultrasonic c-scan images from the front and back faces of the 17-4PH sandwiched panels were 
consistent with the microstructural observations (ref. 13). Figures 7 to 9 show the ultrasonic c-scan 
images, the ultrasonic spectral responses and the corresponding microstructural observations of shear test 
specimens, A, B, C, and D, precisely machined from different areas of a sandwiched panel, respectively. 
In general, there was a close correspondence between the ultrasonic c-scan images (fig. 7(a) and (b)), 
ultrasonic spectroscopy spectra (fig. 8(a) to (c)) and optical micrographs of the side cross-sections of the 
test specimens (fig. 9(a) to (c)). The dark and light areas in fig. 7 correspond to signals reflected back 
from the well-brazed and unbrazed regions of the panel, respectively. The ultrasonic signal was attenuated 
at the well-brazed regions so that the ultrasonic waves did not return to the transducer. Thus, specimens A 
and B with a larger density of light areas compared to specimens C and D generally indicate poor to fair 
bonding of the face sheet to the foam core, whereas the c-scan images from specimens C and D suggest 
relatively well bonded interfaces. 

Figure 8(a) to (c) compare the ultrasonic frequency spectra from the front and back of specimens A, 

B, and C corresponding to areas exhibiting different qualities of bonding between the face sheets and the 
foam core. The spectrum for region D, which is not shown here, was similar to figure 8(c). The 
magnitudes of the peaks in the spectra are indicative of the degree of bonding between the face sheets and 
the foam core. Large peaks observed in the ultrasonic spectra correspond to areas of poor bonding since 
the ultrasonic waves are reflected by the back face of the front sheet rather than being attenuated by the 
foam core (fig. 8(a)). Correspondingly, smaller peaks barely distinguishable from background noise 
indicate well-bonded regions of the sandwiched foam panel since the signal is attenuated by the foam core 
(fig. 8(c)). Once again, these spectral responses are consistent with the c-scan images shown in figure 7(a) 
to (c). 
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Figure 3. — (a) Optical macrograph of the cross-section of a 17-4 PH sandwiched foam panel showing the foam 
core and face sheets. (b) Scanning electron micrographs of the brazed regions of (a) 1 7-4 PH panel, (c) High 
magnification scanning electron micrographs of the brazed region A shown in (b). 
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Figure 4. — (a) and (b) High magnification back scattered electron micrographs of the brazed zone in a polished 
cross-section of a 17-4 PH sandwiched foam panel showing cracks. 
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Figure 5. — (a) Low magnification back scattered electron micrograph and (b) and (c) energy dispersive spectra of 
(b) the foam and (c) the braze alloy in the brazed zone shown in (a) of a polished cross-section a 17-4 PH 
sandwiched foam panel. 
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Figure 6. — (a) and (b) High magnification back scattered electron micrographs of a polished cross-section of the 
brazed zone of a 1 7-4 PH sandwiched foam panel showing details of the braze and foam. Energy dispersive 
spectra showing the compositions of (c) region A and (d) region B shown in figure 6(b). 
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Figure 7. — Ultrasonic c-scan images of the (a) front and (b) back surfaces of the shear test specimens 
machined from four regions A, B, C and D of a sandwiched 17-4PH panel. 
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Figure 8. — Ultrasonic spectral responses from the shear test specimens machined from regions A, B and C prior 
to testing, (a) Frequency spectra from shear specimen A; (b) frequency spectra from shear specimen B; and 
(c) frequency spectra from shear specimen C. 
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Figure 9. — Optical micrographs of the side cross-sections of the shear test specimens machined from regions 
(a) A, (b) B and (c) D shown indicating that region A was poorly bonded while region D was well-bonded. 


Optical micrographs of the cross-sections of specimens A, B, and D are also consistent with the 
ultrasonic c-scan and ultrasonic spectral observations (fig. 9(a) to (c)). In this case, figure 9(a) shows the 
microstructure of a foam/face sheet interface of specimen A, where the brazed zone is essentially non- 
existent indicating poor bonding. A brazed zone of non-uniform thickness is visible in specimen B 
corresponding to the condition of a fair interface bonded region (fig. 9(b)). In contrast, specimen D shows 
a well-bonded interface with a significant amount of the brazed zone in evidence (fig. 9(c)). 

3.3 Compressive Stress-Strain Curves 

Compression stress-strain curves were generated on the sandwiched foam 17-4 PH stainless steels 
specimens to evaluate current processing techniques with theoretical predictions. Figure 10(a) shows the 
compressive engineering stress, a ce , plotted against engineering strain, s, for two specimens with p c /p s « 
6%, where the thickness of the entire sandwich (i.e., (2 t+t c ), where t and t c are the thicknesses of the face 
sheet and foam core, respectively) was assumed to be the gage length. 2 Also shown in the figure is the 
expected yield strength of an ideal foam core without manufacturing defects given by equation (1) 
formulated to describe the compiled data without a density correction (ref. 4) 


‘Alternatively, the thickness of the foam core could have been assumed to be the gauge length if all the deformation 
occurs in this region. The gauge length (2 t+t c ) takes into account the possibility of any deformation of the brazed 
regions and face sheets. 
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where a vc and a ys are the yield stresses of the foam core and solid material, respectively. The magnitude 
of ct V iS for wrought 17-4PH heat treated in the H-1025 condition was assumed to be 1172 MPa (ref. 21). 
The specimens were periodically unloaded and re-loaded at different values of engineering strain in order 
to determine the Young’s moduli at different values of strain, where these measurements were used to 
give an indication of the extent of foam densification during deformation. The elastic modulus was 
determined from the slope of a linear regression equation fitted to the linear region of the unloading 
portion of the o ce - s curves. 



e 



Figure 10. — (a) Compressive engineering stress versus engineering strain for two 17-4 PH 
sandwiched foam specimens with pg/pg ~ 6% deformed at room temperature under an 
initial strain rate of about 5><1 0 -3 s _1 . (b) Comparison of the engineering stress versus 
engineering strain curves for 17-4 PH sandwiched foam specimens with pg/pg = 6-13% 
deformed at room temperature under an initial strain rate of about 5x1 0 -3 s -1 . 
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An examination of figure 1 0(a) reveals the classical three stages of deformation reported for other 
foam materials (refs. 4 and 7). The initial linear elastic region is followed by a near plateau deformation 
regime, where o ce increases gradually with increasing s, as the foam begins to plastically collapse and 
finally by a densification third stage, where the engineering stress increases steeply with increasing s as 
the foam densifies into a solid. The duplicate stress-strain curves are similar and show a close 
correspondence in their reproducibility. The experimental yield strength of the foam, a vc , which is 
identified with the plastic collapse stress, a* p i is about 2.5 MPa. This value is about half that calculated 
using equation (1). The latter stress is defined as the magnitude of a ce at the point of transition from the 
linear elastic regime to the plastic collapse region i.e. a* e / = a* p i at s = & ce , where ct%/ is the maximum 
elastic stress prior to plastic collapse and s ce is the critical compression strain at which the foam begins to 
collapse. Thel7-4PH foam core exhibits a significantly pronounced second stage of deformation, which 
indicates that it has superior energy absoiption characteristics in the predensification regime. 

Figure 10(b) compares the effect of p,/p v on the nature of the stress-strain curves for 6% < p, /'p s < 

13%. Once again, the broken horizontal lines represent the ideal yield strength of the foams as given by 
equation (1). With the exception of the specimen for which p c /p s « 6%, all other specimens exhibit similar 
magnitudes of a* p i independent of p,/p, although the plateau strains generally increase with decreasing 
values of p c /p s . Thus, the onset of plastic strain at which the specimens begin to densify decreases as p,/p v 
increases. Interestingly, these specimens show some mechanical instability in the plateau regime 
presumably because of a periodic collapse of the cell walls due to buckling under compressive loading. In 
contrast to the foam specimens with p c /p s > 8% for which there appears to be a similar trend in 
mechanical behavior, the two specimens with p c /p. s ~ 6% exhibit significantly lower and almost 
reproducible values of the plateau stress. The corresponding plateau strains are relatively large varying 
approximately between 20 and 30%. The magnitudes of the densification strains, s D , are significantly 
different for these two specimens presumably due to variations in thickness of the cell walls and their 
microstructural integrity. 

Although the precise reason for the observed differences in the mechanical behavior of these stainless 
steel foams is still unclear, two possibilities exist. First, the lower strengths of the two specimens with 
pjp s ~ 6% is consistent with literature data, where it has been demonstrated that the normalized yield 
strength of metallic and polymeric foams increase with increasing p r /p v in accordance with equation (1) 
(ref. 4). However, this explanation does not account for the fact that the observed yield strengths of foam 
with p c /p s « 8-13% are essentially independent of pjp s (fig. 10(b)). Second, since the foams with p c /p s « 
6% exhibited a larger amount of shrinkage porosity in their cell walls (e.g., fig. 6(b)) (ref. 13) than those 
with p c /p s « 8-13% (ref. 22), it is possible that their lower yield strengths can be attributed to the presence 
of these microstructural defects. 


3.4 Shear Tests 

Double notched shear tests were performed on specimens A, B, C and D shown in figure 1 1 with 
p c lp s « 6% to determine the strength of the brazed joints using the specimen design illustrated in figure 
2(b). Table 1 tabulates the shear strengths, x„ the average shear modulus, G, and the failure modes for the 
four 17-4 PH specimens. The shear modulus of the solid material is also given for comparison (ref. 23). 
An examination of Table 1 shows that the shear strengths for specimens machined from regions C and D 
were higher than specimens A and B by a factor of ~ 3. Similarly, the shear moduli are about 1.2 times 
higher for specimens C and D compared to specimens A and B. These results are consistent with the 
earlier reported ultrasonic observations on the integrity of the bonding between the face sheet and the 
foam core in the untested material. 
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Figure 11. — Optical macrographs of the side cross-sections of the gauge regions of the shear test specimens 
machined from the four regions A, B, C and D. (a) Region A; (b) Region B; (c) Region C; and (d) Region D. 
The specimen design is shown in figure 2(b). 


TABLE 1.— SHEAR TEST DATA FOR 17-4PH SANDWICHED FOAM SPECIMENS. 


Specimen 

I.D. 

G 

(MPa) 

T s 

(MPa) 

Failure mode 

A 

16.3 

0.69 

Bond line 

B 

18.6 

0.95 

Bond line 

C 

21.1 

2.40 

Core 

D 

21.3 

2.00 

Core 

Solid 

77,240 (ref. 23) 




Optical macrographs of the failed specimens revealed vastly different failure morphologies between 
the poorly bonded and the stronger bonded specimens (fig. 12 (a) to (d)). Although the ultrasonic c-scan 
images revealed that the quality of brazing was poorer on the front faces of specimens A and B (fig. 7(a)) 
when compared to the back face (fig. 7(b)), these samples failed unexpectedly along or close to the bond 
line at their rear faces (fig. 12(a) and (b)). However, the fact that the rear faces of these specimens 
contained voids and cracks prior to testing (fig. 1 1(a) and (b)) suggests that these defects were primarily 
responsible for the failure of these samples rather than the debonding of the poorly brazed regions on their 
front faces. In contrast, specimens C and D for which the ultrasonic c-scan images revealed that the 
qualities of the brazed joints were vastly better than similar observation on specimens A and B (figs. 7 to 
9) exhibited a failure of the foam core rather than along the bond line at an inclination to the loading 
direction (fig. 12(c) and (d)). As expected, the observed failure shear strengths, which are similar for both 
C and D, represent the strength of the 17-4PH foam core. 
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Table 2 compares the average values of G and x, for foams with p r /p v ~ 6-13%. Some of these 
specimens were tested using the modified design shown in figure 2(c). An examination of Table 2 
confirms that this design modification always resulted in the failure of the foam core (fig. 12(e) and (f)). 
In general, the magnitudes of the shear moduli and shear stress were significantly higher for specimens 
which exhibited foam core failure compared to those which failed at the brazed joints. 


TABLE 2.— SHEAR MODULI AND SHEAR STRENGTHS FOR 17-4PH SANDWICHED FOAM SPECIMENS. 


Pc/ Ps 

(%) 

Specimen 

design 

G 

(MPa) 

U 

(MPa) 

Failure mode 

Braze 



Average 

Standard 

deviation 

Average 

Standard 

deviation 



6 

Fig. 2(b) for A&B 

17.5 

1.6 

0.82 

0.2 

Braze joint 

BNi 

6 

Fig. 2(b) for C & D 

21.2 

0.1 

2.2 

0.3 

Foam core 

BNi 

8 

Fig. 2(c) 

120.7 

2.8 

5.9 

0.5 

Foam core 

BAg 

10 

Fig. 2(b) 

62.7 

6.6 

3.9 

0.6 

Braze joint 

BAg 

10 

Fig. 2(c) 

203.4 

30.3 

7.6 

1.8 

Foam core 

BAg 

13 

Fig. 2(b) 

52.2 

4.3 

5.3 

0.7 

Braze joint 

BAg 

13 

Fig. 2(c) 

258.0 

29.4 

12.5 

0.9 

Foam core 

BAg 

solid 


77,240 
(ref. 23) 







Figure 13 shows a plot of x s against p c /p s for the 17-4PH foams. The data fall into two categories. 
First, the shear strengths for specimens, which exhibited foam core failure, increase with increasing 
values of relative densities along the trend curve given by 


* 0.2 


f N3/2 

Pc 


IP 


tfUTS 




( 2 ) 


where Guts = 1276 MPa (ref. 21) is the ultimate tensile strength of the solid wrought 17-4PH stainless 
steel. It is interesting to note that equations (1) and (2) are similar in form. Second, the shear strengths of 
specimens which failed at the brazed joints are independent of p,/p v . Significantly, the shear strengths of 
these specimens brazed with BAg are larger than those for samples brazed with BNi by a factor of ~ 5.5. 
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Figure 1 2. — (a) and (b) Optical macrographs of the side and top view, respectively, of the shear specimen A showing 
failure in the brazed region, (c) and (d) Optical macrographs of the side and top view, respectively, of the shear 
specimen C showing failure in the foam core, (e) Untested and (f) tested notched shear specimen with pjpg- 10%, 
where the specimen design is shown in figure 2(c). 
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Figure 13. — Variation of shear strength of 17-4 PH sandwiched 
stainless steel foams with relative densities varying between 
6 and 13%. Data for specimens which failed in the form core 
are well described by equation. (2). Specimens that failed at 
thebrazed regions did not exhibit any significant variation of 
t with p c /p s but showed different shear strengths dependent 
on the braze alloy. 


3.5 Comparison With Theory 

Several excellent theoretical analyses exist which predict the mechanical response of ideal open cell 
foam sandwich panels under different loading conditions (refs. 4 to 7, and 9). Although the parameters for 
manufacturing the 17-4 PH foam cores and sandwiched foam panels remain to be optimized, it is still 
useful to compare their mechanical properties with predicted values to gain valuable insights on the 
limitations of the current processing technology. Comparison of the present results with literature data on 
other metal and polymeric foams, as well as with model equations derived to predict the theoretical 
capabilities of foam cores, is used to evaluate the fitting constants. 

3.5.1 Comparison With Literature Data 

Figures 14(a) to (c) compare the present data on 17-4PH stainless steel foams with experimental data 
on metallic and polymeric open cell foams compiled by Gibson and Ashby (ref. 4). Specifically, figure 
14(a) shows the normalized Young’s modulus, EJE„, where E c and E s are the Young’s moduli of the foam 
core and the solid materials, respectively. Only data obtained in the elastic deformation regimes of the 
stress-strain curves are shown in the figure. The magnitude of E s was assumed to be 196.5 GPa (ref. 21). 
The solid line represents the theoretical predictions for open cell foams (ref. 4). It is evident that the 
magnitudes of EJE S for the 17-4PH stainless steel foams with p,/'p v » 6-13% fall within the limits of 
scatter for data on other materials. Although the overall trend line, EJE S = (p c /p s ) 2 proposed by Gibson 
and Ashby (ref. 4) for the other foam materials describes the present data reasonably well, the trend line, 
EJE S = (p c /p s ) 2 5 , represented by the broken line provides a better correlation (fig. 14(a)). 

Figure 14(b) plots the normalized shear modulus, GJE„ where G c is the shear modulus of the foam 
core as a function of (p c /p s ). The figure also shows other data on polymeric foams reported elsewhere 
(ref. 4). The shear modulus for the wrought 17-4PH stainless steel was obtained from reference 23. The 
solid line represents the regression equation, G c /E s = (0.22 )( p f / p v ) 2 1 , which can be closely approximated 
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Figure 14. — Comparison of the normalized (a) Young’s modulus, (b) shear modulus and 
(c) yield strength of the 17-4 PH stainless steel sandwiched foam with published data 
on other metallic and polymeric foams. The literature data and reference sources were 
compiled by Gibson and Ashby (ref. 4). The Young’s and shear moduli data for wrought 
17-4PH stainless steel were obtained from (references 21 and 23). 


1 r-p- 
Material 

PT] 1 1 1 < 1 < 1 >| 

1 1 PMT 

E; APS Matonis (1964) 
n O PU [R] Patel and Finnie (1970) 
o PVC Brighton and Meazey (1973) 

□ Al Thornton and Magee (1975) 

=ra AI-7% Mg Thornton and Magee (1975) 

— o 7075AI Thornton and Magee (1975) 

— o PU [R] Gibson and Ashby (1982) 0 0 

A 17-4 PH (present investigation) ° ^ 

— o 

— o Jiff* 

\ 

N \ 

ilil 1 i 1 ililil Iililih 


1.0 nir* 

— 

=- 1.5 

y /djf a ^ 

/ / 
/ /y / 
/ // / 

/ // / 

2.0 ^ 

L < c >l i 1 . 

' 1.0 
LlLjJ 1 1 

1 i 1 i 1 ih 


NASA/TM- 


-2007-214926 


19 


by GJE S ~ (l/5)(p r /p j 2 . An examination of figure 14(b) reveals that the present data on 17-4 PH stainless 
steel foams is in very good agreement with those for polymeric foams. 

Figure 14(c) shows the magnitude of a y Ja ys for the 17-4 PH stainless steel foam specimens along 
with similar compiled data for A1 alloy and polymeric foams (ref. 4). The broken trend line shown in 
figure 14(c) corresponds to equation (1) (ref. 4). The data for the 17-4PH are reasonably close to this line 
and the compiled data for other materials. However, if the present data are regressed with the other data, 
the regression fit shown as a solid line in figure 14(c) is best described by 3 


G yc ^ 

f 4 l 

r p c " 


v.5. 

vP.V y 


(R? 


0.862) 


( 3 ) 


where R/ is the coefficient of determination. Gibson and Ashby (ref. 4) have suggested that (a yr /a ys ) cc 
( PiY'/prs) 2 is the appropriate equation for elastomers and polymeric foams with a ys /E s « 1/30 at very low 
relative density due to the possibility of elastic collapse preceding plastic collapse, but unlikely for 
metallic foams, where plastic collapse is expected to be dominant at all relative densities. However, the 
fact that the relationship (a yc /a ys ) cc (p vc /p ys ) 2 was observed in this investigation even when the regression 
analyses were performed only on either the metallic or the polymeric foams suggests that it may be more 
universal than initially postulated. 

3.5.2 Comparison of the Compression Stress-Strain Curve With the Gibson-Ashby Equation 

The compression behavior of elastic -plastic foams, such as metallic foams, is well documented (ref. 4 
and 5). The deformation of these foams consist of three stages of deformation: a linear elastic regime, a 
plastic collapse plateau, where the stress is almost constant with increasing strain, and a densification 
region, where the stress rises steeply with increasing strain at large strains as the opposing cell walls crush 
together compressing the cell wall material. Further deformation of the densified foam beyond & D results 
in a stress-strain behavior almost identical to that of the solid material. Experimentally, the stress-strain 
response of the foam core is almost parallel to the stress axis as E c approaches E s . An examination of 
figure 1 0(a) reveals that the specimens with p c /p s « 6% were not deformed to high enough strain levels to 
make an accurate experimental determination of s D from the stress-strain curve. Instead, & D was 
determined by nonlinear multiple regression fitting of the stress-strain curve beyond the plastic collapse 
regime using the Gibson-Ashby (G-A) equation (4) (ref. 4): 


yc 


D 


£d 
k £ d - e . 


\m 


when £ > S£> (l — 1/ D) 


(4a) 


= 1 when s<S£)(l-l /D) 


yc 


(4b) 


where D and m are fitting constants. It should be noted that a yc is equal to the plateau stress in the ideal 
situation when the stress-strain curve is parallel to the strain axis in the plastic collapse regime. In the 
present case, it was defined as the stress at which the elastic region and the plateau regime intersect. The 
elastic region was determined by drawing a line parallel to the unloading curves at s = 0. 


3 The data on the PVC foams were not considered in the regression analysis. 


NASA/TM— 2007-214926 


20 



Figure 15 compares the fitted curve with the experimental stress-strain data for specimen 2 shown in 
figure 10(a) for the 17-4PH foam specimen with the best defined plateau. The regressed curve describes 
the experimental data fairly well for values of m = 0.9, D = 1.3 and Sd = 0.55. In comparison, Gibson and 
Ashby (ref. 4) obtained values of m= 1.0 ± 0.4, D = 2.3 and s D = 0.90-0.95 for polymethacrylimid foams. 
Figure 16 shows the variation of Sd determined for the 17-4PF1 foam specimens for which p r /p s « 6-13% 
with p c /p s along with other data compiled on several polymeric foams (refs. 4 and 24). Although s D 
decreases linearly with increasing p c /p s for both sets of data, the magnitudes of & D are significantly lower 
for the metallic foams than for the polymeric foams presumably due to the higher rigidity of the metallic 
cell walls. The broken line represents the regression fit to the current data 4 


£d 


0.67-1.1 




(P 


■S J 


( R d 2 * 0.530) 


( 5 ) 



Figure 15. — Regression fit of equation (4a) to the experimental compressive stress versus compressive 
strain curve for 1 7-4 PH stainless steel sandwiched foam core for values of D = 1 .3, m = 0.9 and ^ D = 0.55. 


4 The datum point with the highest z D was omitted from the regression analysis. 
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Figure 16. — Comparison of the estimated densification strain for the 17-4 PH stainless steel sandwiched 
foam with literature data for polymeric foams (ref. 4). 


4. Summary and Conclusions 

An innovative concept for making low cost lightweight fan blades from commercially available 17-4 
PH stainless steel using sandwiched foam technology is proposed. The microstructures and mechanical 
properties of several rectangular sandwiched panels fabricated out of 17-4 PH stainless steel foam cores 
with relative densities varying between 6 and 13% were characterized. Detailed microstructural, 
ultrasonic non- destructive evaluation and shear testing of the foam panels revealed that the quality of the 
brazed joints of the face sheets to the foam core varied from poor to good. These observations suggest a 
further need to optimize the processing parameters used in the manufacture of the sandwiched foam. The 
elastic moduli and compressive yield stresses of the 17-4 PH stainless steel foam cores were compared 
with published data on polymeric and metallic foams. The magnitudes of the normalized Young’s 
modulus, EJE S , the normalized shear modulus, G c /E s , as well as the normalized compressive yield stress, 
Gyc/Oys, of the 17-4 PH stainless steel foam were comparable with the published data on other types of 
foams. The densification strains for the 17-4PH foams were much lower than those for polymeric foams 
presumably due to the higher rigidity of the cell walls. 
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